AMENDMENTS TO THE CLAIMS 

The following listing of claims replaces all prior versions, and listings, of claims 
in this application. 

Listing of Claims 

1 . (Currently amended) A method of making a weak cation exchange medium comprising 
contacting a solution of a functional organic polymer having carbon to carbon double bond 
unsaturation and having weak cationic exchange functional moieties or precursors thereof in a 
solvent with at least one substrate having an organic polymer surface, e vaporating removing 
said solvent from said solution by evaporation and thereafter breaking said double bond in the 
substantial absence of said evaporated solvent under conditions to cause said functional 
organic polymer to covalently bond to said substrate surface and to cross-link to form a cross- 
linked functional polymer layer covalently bound to the substrate surface. 

2. (Original) The method of Claim 1 in which said substrate surface is porous and said 
functional polymer solution flows into the pores of said substrate surface prior to a solvent 
evaporation and breaking of said double bond. 

3. (Original) The method of Claim 2 further comprising a plurality of said substrates in 
the form of particles suitable for use as a weak cation exchange chromatographic medium. 

4. (Original) The method of Claim 1 further comprising packing said particles in a 
chromatographic column. 

5. (Original) The method of Claim 1 in which said weak cation exchange groups 
comprise carboxylic acid moieties. 

6. (Original) The method of Claim 1 in which said weak cationic exchange moieties 
comprise succinic acid. 
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7. (Original) The method of Claim 1 in which said functional organic polymer 
comprises a copolymer of butadiene and a weak acid cation exchange moiety or precursor 
thereof. 

8. (Currently amended) The method of Claim 1 where said functional organic 
polymer comprises 




wherein and R 2 groups are independently protons and/or alkyl, alkenyl, allyl, 
cycloalkyl, cycloalkenyl, aromatic, heteroaromatic, cyano or halogen substituents; 

R 3 and R* groups are independently alkyl, alkenyl, allyl, cycloalkyl, cycloalkenyl, 
aromatic or heteroaromatic substituents; 

Ri, R2, R31 and R4 groups optionally including other double bonds, expoxy rings, amino 
groups, alkyl halides, hydroxy groups, oxygen, nitrogen, sulfur and phosphorous heteroatoms 
substitutions; 

at least one of the R 1f R 2l R3, and R4 groups comprising a weak cation functional moiety, 
or precursor thereof. 

9. (Original) The method of Claim 3 in which said substrate surface comprises a 
cross-linked polymer having residual unsaturation and said covalent bonding with said substrate 
surface is through said residual unsaturation. 

1 0. (Original) The method of Claim 9 in which said plurality of substrates comprise 
particles formed of said cross-linked polymer. 

1 1 . (Original) The method of Claim 8 in which said weak cation functional group 
comprises carboxylic acid. 



4827-9748-9153 1 



3 



1 9 


AA/I+ hHro\A/n\ 

^vv iinarawriy 


M GUdlcU VvcdK UdUUN-t?XUI Idliyc illcUIUill illdUc Dy IMo lllculUU Ul Oldllll I. 


I O. 


^vviinarawrij 


M UUdlcU WcdK UdUUM-CAUl Idl iyc illtJUIUfll illdUc Uy Ulc IIItfLIIUU Ul Oldllll O. 


14. 


(Withdrawn) 


A coated weak cation-exchange medium made by the method of Claim 6. 


15. 


(Withdrawn) 


A coated weak cation-exchange medium made by the method of Claim 8. 


16. 


(Withdrawn) 


A coated weak cation-exchange medium made by the method of Claim 9. 


1 7. (Withdrawn) A coated weak cation-exchange medium comprising a functional organic 
polymer having carboxylic acid weak cation exchange functional moieties or precursors thereof 



covalently bound in a cross-linked layer to an organic polymer surface of a substrate. 

18. (Withdrawn) The medium of Claim 17 in which said medium is in the form of 
chromatography packing. 

19. (Withdrawn) The medium of Claim 18 in which said functional organic polymer 
comprises a copolymer of a diene and a carboxylic acid or precursor thereof. 

20. (Withdrawn) The medium of Claim 18 in which said substrate surface comprises a 
cross-linked polymer having residual carbon to carbon unsaturation and said covalent bonding 
with said substrate surface is through said residual unsaturation. 

21 . (Withdrawn) A method of chromatographics! separating a liquid sample solution 
comprising weak acids comprising passing said liquid sample solution through the medium of 
Claim 17. 

22 - 23. (Cancelled) 
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